REMARKS 

Applicants are submitting this amendment to correct a few minor informalities in the 
drawings which were previously corrected in the parent application. In particular, Figs. 3(D), 5, 22, 
26(a) have been amended to correct typographical errors; Figs. 12, 22 have been amended to remove 
the listing of elements and to put the name of element from the listing under each reference number; 
and Fig. 23(D) has been amended to add a missing reference number and word. No new matter has 
been added. 

In addition, Applicants are submitting a substitute specification in this application which is 
the same as the substitute specification filed in the parent application. Originally, the parent 
application was filed in the Japanese language. An English translation was filed thereafter. 
However, the English translation was not in typical U.S. format. Accordingly, this amendment is 
submitted to place the application in typical U.S. format. A marked-up copy of the English 
translation is also being submitted to show the changes made for the substitute specification. The 
wording of the claims in the substitute specification is as filed in the English translation. 
Applicants are also adding new claims to be prosecuted herein. 
If any fee is due for this amendment, please charge our deposit account 50/1039. 
Favorable consideration is earnestly solicited. 
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4 TITLE OF THE INVENTION] WIRING MATERIAL, SE^E||^€R?^l9fi^I6Be" service 

under 37CR 1 . 1 0 on the date indicated above 
PROVIDED WITH A WIRING USING THE WIRING MWTERI&& essed to: Commissioner 

for Pat jnts, i Washington, D.C.2qid31 
_ AND METHOD OF MANUFACTURING THEREOF lfalM WmUklL ^ ' 

}5 [WIIAT IG CLAIMED 10,] ■ ^ cU^ ! J pbdorp ^ ed) ft "<~v 

/Claim 1 { Sima fe Mr^X^y( ay^ S> 

A wiring material comprising tungsten or a tungsten compound as a main 
component, 

wherein the wiring material contains inert elements and argon is included 
10 in said inert elements an at an amount of 90% or more, and 

wherein an amount of sodium contained within the wiring material is 0.3^ 
ppm or less. 

^ A wiring material according to claim 1, wherein the tungsten compound is a 
15 compound of one element or a plurality of elements selected from the group consisting 
of Ta, Ti, Mo, Cr, Nb and Si, and tungsten. 



^Claim 3^ 



A wiring material according to claim 1 or claim 2, wherein electrical resistivity 
of the wiring material is 40 ^Q-cm or less. 
toim4j( 

^> A semiconductor device having a wiring comprising: 



a metallic film comprising one element or a plurality of elements, selected 
from the group consisting of W, Ta, Ti, Mo, Cr, Nb, and Si; a metallic compound film 
having said elements as main components; an alloy film of a combination of said 
25 elements; or a lamination film of thin films selected from the group consisting of said 
metallic film, said metallic compound film, and said alloy film, 

wherein the wiring material contains inert elements and argon is included 
in said inert elements an at an amount of 90% or more, and 

wherein an amount of sodium contained within the wiring is 0.3 ppm or 

30 less. 



tfjfclaim 5)( 

> — A semiconductor device having a wiring comprising: 

a film having tungsten or a tungsten compound as a main component, 
wherein the wiring material contains inert elements and argon is included 

in said inert elements an at an amount of 90% or more, and 

wherein an amount of sodium contained within the wiring material is 0.3 

ppm or less. 



^laim 6^ 



A semiconductor device comprising: 
l o a wiring having a lamination structure comprising a film having tungsten or 

a tungsten compound as a main component, and a nitride film of tungsten, 

wherein the wiring material contains inert elements and argon is included 
in said inert elements an at an amount of 90% or more, and 

wherein an amount of sodium contained within the wiring is 0.3 ppm or 

15 less. 

Wriaim 7^ 

A semiconductor device comprising: 

a wiring having a lamination structure containing a silicon film having an 
added impurity element for imparting conductivity, a film having tungsten or a tungsten 
20 compound as a main component, and a nitride film of tungsten, 

wherein the wiring material contains inert elements and argon is included 
in said inert elements an at an amount of 90% or more, and 

wherein an amount of sodium contained within the wiring is 0.3 ppm or 

less. 

25 Jjfcliim 8^ 

A device according to any one of claims 4 to 7, wherein the wiring is formed by 
a sputtering method using argon as a sputtering gas. 

V-^ A device according to any one of claims 4 to 8, wherein an inert element other 
30 than argon is contained within the wiring at an amount of 1 atoms% or less. 



^Claim loK 

^ A device according to any one of claims 4 to 8, wherein an inert element other 
than argon is contained within the wiring at an amount of 0.1 atoms% or less. 
^laimllX 

A device according to claim 9 or 10, wherein an inert element other than the 
argon is Xe or Kr. 
XQlaim 12/ 

C> A device according to any one of claims 5 to 11, wherein internal stress of the 
film having tungsten or a tungsten compound as its main component is from 
-1 x 10 10 dyn/cm 2 to 1 x 10 10 dyn/cm 2 . 
itlaim 13^ 

C ? A device according to any one of claims 4 to 12, wherein line width of the wiring 

is 5 um or less. 
tfClaim 14V 

A device according to any one of claims 4 to 13, wherein film thickness of the 
wiring is 0.1 um or more, and 0.7 um or less. 
\j£laim 15V 

A A device according to any one of claims 4 to 14, wherein the wiring is used as a 
gate wiring of a TFT. 

\{Claim 16/ c£££l 

A dprfc^cording to any one of claims 4 to 15, wherein resistance value per 1 
^fsurface area of a connection between the wiring and an aluminum wiring is 40 

Q or less. 
Claim 17j/ 

A device according to claims 4 to 16, wherein the semiconductor device is an 
active matrix type liquid crystal display, an active matrix type EL display, or an active 
matrix type EC display, 
vttlaim 18V 

A device according to claims 4 to 1 7, wherein the semiconductor device is a video 
camera, a digital camera, a projector, a goggle type display, a car navigation system. 



a personal computer, or a portable information terminal. 
)fclaim 19j/ 

A method of manufacturing a semiconductor device having at least a wiring on 
an insulating surface, wherein the wiring is formed by the steps of: 

forming a tungsten film by a sputtering method; and 

patterning the tungsten film, 
^laim 20)( 

A method according to claim 19, wherein the sputtering method uses a tungsten 
target having a purity of 4N or more. 
^Iaim21^ 

A method according to claim 19, wherein the sputtering method uses a tungsten 
alloy target having a purity of 4N or more. 
^6laim 22^ 

A method according to any one of claims 1 9 to 2 1 , wherein the sputtering method 
uses only argon as a sputtering gas. 
yblaim 23]( 

A method according to any one of claims 1 9 to 22, wherein the sputtering method 
is performed at a substrate temperature of 300°C or lower. 
^Claim 2^/ 

A method according to any one of claims 19 to 23, wherein the sputtering method 
is performed at a gas pressure from 0. 1 Pa to 3.0 Pa. 
V^Claim 25^ 

A method according to any one of claims 19 to 23, wherein the sputtering method 
is performed at a gas pressure from 1.0 Pa to 2.0 Pa. 



^ DETAILED DESCRIPTION OF THE^TEimOI^ 
[TECHNICAL FIELD/OF THE INVENTIOI^< 



[0001] /Q*ckf 




The present invention relates to a wiring material of semiconductor devices. 
Specifically the present invention relates to a semiconductor device having a circuit 



dectro-optical device loaded as a component. 

[m2 l this specification, a semiconductor device indicates genera, devices that can 
function by using sernicondnctor characteristics, and that e.ectro-optica, devices, 
Londlrc^.ande^onicdevice.areaHc.te^edassenuconductor 



devices. 
10 [0003] 



^etoconstituteadrinfilm transistor (TFT) have been in the spothght. Thtn film 
, 5 ^istors are wide* applied to e.ectronic devices such as ICs and electro^ 

is hastened. 

20 Havcbeenoftenu.edasthewiringn.teHalfordteaboves.tedTFTs. However.when 
a TFT is manufacmred by using a>uminum as a wiring materia,, operatton error or 
^oration of TFT charaotetistics were caused by formation «***"^* 
MUocfc or whiskers or by diffitsion of aluminum atoms into me channel tormm, 
region, in the heat treatment 

25 [0005] 

||iin|il i - r | Yf HhvtheJmaatwri 

tB " E ^7l^ n um is no. a preferable wiring matenal m 
n.anufacturing process because of its low heat resistance. 

30 '^Therefore, materials comprising, for example, — (Ta, or titanium 



^co^.ebcing^forus.^^-.enalo^th.a,— 
is formed with heat treatment - a — - — " ™ 



before heat treatment. 
[0007] 
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Fu^ore.h.hecasa.hatafitafonnedonasubs.ra.eposs^sa.argesuess, 

substrate warpurg and fUm peeling generate, so it is preferab,e to perform filnr suess 
M* — afibnwbicbpossess.as.o.as^aspossib.efora^onned 

Ctlng.Asonenrea.ofc— — 
r U ,K I ),xe n oo«Xe)a 5 aspune ri nggasbasbeenproposed. However .srnce 

Cpt^Kr) and xenon (Xe, are expensive, it is — ,e for cases of mass 

production to use the mixed gas. 

15 [0008] So^piji^^^ „ „ hlemsTh<! 

^eprls^c^m 
obj ec, of I present invention is to provide an elec.ro-op.ica, device havrng b,gh 

20 ^LLpl. device, tvpicaUv an AM-LCD, and metbod of ntanuf actunng 

thereof. 
[0009] 

B rfe a ns to s olve-thu rroblomr] - 

wiring material comprising tungsten or a mngsten compound as a main component, 
riountof^otmore.andmeamo.tofsodiumcon^edwidtm^wurng 
material is 0.3 ppm or less. 

[0010 Le above s^enrre, *e mngsren compound is a compound benveen a k i„d or 
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30 



a plural kinds of elements selected from the group consisting of Ta, Ti, Mo, Cr, Nb, 

and Si, and tungsten. 

[0011] 

Further, the electrical resistivity of the wiring material in the above structure is 
5 40 pi>cm or less, preferably 20 fiQ-cm or less. 
[0012] 

Further, the structure of another invention relates to a semiconductor device 
having a wiring made from a metallic film containing a kind or a plural kinds of 
elements selected from the group consisting of W, Ta, Ti, Mo, Cr, Nb, and Si, a 

10 metallic compound film comprising said elements as main components; an alloy film 
of a combination of said elements; or a lamination film of thin films selected from the^ 
group consisting of said metallic film, said metallic compound film, and said alloy film, 
characterized in that the wiring includes argon in an inert element within the wiring at 
90% or more, and the amount of sodium contained within the wiring is 0.3 ppm or 

15 less. 
[0013] 

Furthermore, the structure of another invention relates to a semiconductor device 
provided with a wiring containing a film comprising tungsten or a tungsten compound 
as a main component, characterized in that the wiring includes argon in an inert 
20 element within the wiring at an amount of 90% or more, and the amount of sodium 
contained within the wiring is 0.3 ppm or less. 
[0014] 

Still further, the structure of another invention relates to a semiconductor device 
provided with a wiring having a lamination structure containing a film comprising 
25 tungsten or a tungsten compound as a main component, and a nitride film of tungsten, 
characterized in that the wiring includes argon in an inert element within the wiring 
material at an amount of 90% or more, and the amount of sodium contained within the 
wiring material is 0.3 ppm or less. 
[0015] 

30 In addition, the structure of another invention relates to a semiconductor device 



Led impur* clement for imparting conductive a film compnsutg lungs, n or 
less. 

^'lachoftheaboves^^ewifingisc—dbybcinsfo^d^ 
sputtering using argon as a sputtering gas. 

'° t0017 : n each of me above — an « — ^ - - 
preferably, 0.1 atoms% or less. 

10'°dyn/cm 2 tolxl0 l0 dyn/cm 2 . 

line width of the wiring is 5 urn or less. 

tetaess of the wiring is 0.1 Mm or more, and 0.7 pm or less. 

" ^fi^.anyoneofmeabover^ 
wiring is used as a gate wiring of a TFT. 

10 



^ouanmsulatin d^.hew^Ufonnedby^of 

t0023 i rhe above structure, the sputtering method is charactered in that a tungsten 
target having a purity of 4N or more is used. 

alloy target having a purity of 4N or more, 
as a sputtering gas. 

pressure, and sputtering power. 

t0027 Ler. me sputtering method U eh— in that U „ j*- - 
^tratetemperatureofSOOXoriessandaiso.atagaspressureftomO.iPatoB.OPa, 

2 „ preferably, ftom 1.0 Pato 2.0 Pa. 

r m 1 vw to 9 KW (target having the size of <t>305 mm), 
„ 300 W to 15 KW, preferab.y, 1 KW KW ,^ _ 
narcely, tothesputteringpowerparunttarea^l W/em 

j S 1.37 W/cm'to 12.32 W/em 1 . 

f 0029 ' . e-„ ™ the term "internal stress" is 

Hote thar, in this specification, as shown m ***** ^ 

-B -.«— i — *— ^ JJjTandthesubstrate 

.„ 52ispuUedinadirec,io n .opreve„,mecon«rac,,onaudfte«hmnlm 3 l . 
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A e inside On the other hand, when the dun fihn 5 1 expands, the substrate 52 is 

CI as compressive stress and denoted h y the symbol as a srress.n.he 
direction of minus. 

5 ^lointHsspeclficafion,^^^ 

vi rh. use of "wiring" and "electrode" is properly div,ded, -wiring 
explanation, while the use ot "wiring 
a 10 o^beregardedaabeinginciudedin-eleerrode". 

TO/ ^ZZtmMeTof the present invention is £ P ^^^M 

' f <^, 5 ^ordertosowetheaboves.redprobien.^presenr— P— igh 

melti ng poinr metallic fihn obtained by sputtering using a targe. tnade from a ,gh 
melttng pom rf ^ (W) ffi ^ hlgh 

melting point metal havmg high punty. ine yp 

mel fing point metal is one characteristic of the present invenuon. 

. ^ Atungsren^ havmg a mghpuri^of^N (99,99-/.) or more, prefembb 6N 

20 A ™^ . , . , fte tareet and simple argon (Ar) gas is used us a 

(99.9999%) or more, is used as the target, ano y 

sputtering gas. 

l0034 L«r. one characrerisric of the presen. invenrion is mat by reguiating the 
Bsltemperarure and the sputtering gas pressure (gas pressure,, stress con.ro „ 
substrate temperature r , ™n°rnr lower and bv setting .he 

performed. By setfing the substrate temperature of 300 C or lower " 

ft™ 1 0 Pa to 3 0 Pa, preferably between 1.0 Pa and _." 
sputtering gas pressure torn ,0 Pa ,3 ^ ^ 

the film stress can be placed from -5 x 10 ayn/c 

leen. 2X .0'»dyn / cmand 2X .0»dyn / cm ! ,morepreferablybetween., , . 
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30 dyn/cm 2 and 1 x 10 10 dyn/cm : 

12 



10 



[0035] 

Further, one characteristic of the present invention is that stress control is 
performed by regulating the substrate temperature, the sputtering gas pressure (gas 
pressure), or sputtering power. 
[0036] 

Also, conventionally, if the sputtering power is made large, the film' stress 
increases. However, by utilizing the present invention as stated above, the increase of 
film stress can be repressed and a large sputtering power can be introduced, thereby 
improving the sputtering rate. 
[0037] 

Thesodium(Na)concentrationandthepotassium(K)concentrationofamngsten 

fflm obtained in accordance with the above stated sputtering method was analyzed by 
a GDMS analysis method. The results of the analysis are shown in Table 1 andinF lg . 

25. 



15 



20 



fable 1^ 



25 



30 



Result of Na and K analysis in W film 




* Values are RSF conversion concentration where W - 100% 
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[0039] 

Note that GDMS analysis is an abbreviation for the Glow Discharge Mass 
Spectrometry method in this specification, and is a solid state mass spectrometry 
method which sputters and ionizes a test piece by glow discharge. By obtaining a 
stable ion source, GDMS analysis is enjoying widespread use as a microanalysis 

method. 
[0040] 

As shown in Table 1 and in Fig. 25, the concentration of sodium (Na) in the 
tungsten film can be made of 0.3 ppm or less, preferably 0.1 ppm or less. If the film 
is used as a gate wiring, the sodium (Na) concentration can be kept within a range at 
which it does not impart any influence to the TFT characteristics. When a large 
concentration of sodium (Na) is contained within a gate electrode, there is a harmful 
influence imparted to the TFT characteristics. 
[0041] 

Further, the wiring of a semiconductor device may be made into a lamination 
structure of the tungsten film and a nitrated tungsten film. For example, after 
depositing tungsten nitride (WN„ where 0 < x < 1) on an insulating surface, tungsten 
(W) is laminated. In order to increase the adhesion, a structure in which a silicon film 
having conductivity (for example, a phosphorous-doped silicon film or a boron-doped 
silicon film) is formed on underlayer of the tungsten nitride (WNJ may be used. Note 
that the wiring can be formed with a line width of 5 urn or less, and a film thickness 
from 0.1 to 0.7 um. 
[0042] 

The stress values for the tungsten film of the present invention are shown in Fig. 
26(a), the stress values after heat treatment (for 4 hours at 500°C) are shown in Fig. 
26(b), and the stress values after heat treatment (for 4 hours at 800°C) are shown in 
Fig. 26(c). The film deposition conditions for the tungsten film are as follows: an 
argon gas flow rate set to 100 seem, and a sputtering power set to 6 kW. Note that in 
Fig. 26(b) and Fig. 26(c), a silicon oxide nitride film having a thickness of 200 nm 

14 



(SiO x Ny, where 0 < x, and y < 1) covers the tungsten film during heat treatment. 
[0043] 

The tungsten film of the present invention is a film which has an initial tensile 
stress as the heat treatment temperature increases, but if heat treatment is performed, 
5 there is a tendency for the tensile stress to increase further, and therefore control of the 
film stress can be easily performed. 
[0044] 

Note that the stress of the tungsten film of the present invention can be controlled 

by the substrate temperature, the pressure, and the sputtering power at the time of film 

10 deposition. Transition of the tungsten film stress after annealing differs from whether 

or not a silicon nitride oxide film is formed covering the tungsten film. Namely, when 

Sr. 

the tungsten film is covered by the silicon nitride oxide film, the stress changes in the 
tensile direction after annealing, and when the tungsten film is not covered by the 
silicon nitride oxide film, the stress changes in the compressive direction. If the 
1 5 condition for depositing the tungsten film are adjusted to give the tungsten film a weak 
compressive stress for cases in which it is covered by the silicon nitride oxide film, and 
to give the tungsten film a weak tensile stress for cases in which it is not covered by the 
silicon nitride oxide film, then it is possible to reduce the stress after annealing. 
[0045] 

20 Furthermore, Fig. 30 is a graph showing the relationship between sputtering 

power and stress. The stress of the tungsten film (having a film thickness of 400nm) 
before and after heat treatment (for 4 hours at 550°C) is shown in Fig. 30, respectively. 
It is thus possible to easily regulate the stress in accordance with the sputtering power. 
Also, as shown in Fig. 3 1 , when the sputtering power is changed, the resistivity is also 

25 changed. Fig. 3 1 shows that the resistivity of the tungsten film before and after heat 
treatment (for 4 hours at 550°C), respectively. The data of sputtering power shown in 
Fig. 30 and 3 1 is obtained by using a target having the size of <j)305 mm. Therefore, 
it is needless to say that the data can be converted to sputtering power par unit area. 
[0046] 

30 Further, as a comparative example of general high melting point metal. Fig. 26(a) 

15 



shows the pressure value of a lamination film of tantalum and tantalum nitride, Fig. 
26(b) shows the pressure value after heat treatment (for 4 hours at 500 6 C), Fig. 26(c) 
shows the pressure value after heat treatment (for 4 hours at 800°C). In the same way, 
in Fig. 26(b) and Fig. 26(c), a silicon oxide nitride film having a thickness of 200 nm 
5 (SiO x Ny, where 0 < x, and y < 1) covers the tungsten film during heat treatment. 
[0047] 

As shown in Fig. 26(a) to Fig. 26(c), a lamination film of tantalum and tantalum 
nitride is a film which has an initial tensile stress as the heat treatment temperature 
increases, but if the heat treatment is performed, there is a tendency that the lamination 
10 film is transferred into the film having the compression pressure and therefore it is 
difficult to control the film stress. 
[0048] 

Further, the resistivity of the tungsten film of the present invention is shown in 
Fig. 27(a), the resistivity after heat treatment (for 4 hours at 500°C) is shown in Fig. 
15 27(b), and the resistivity after heat treatment (for 4 hours at 800°C) is shown in Fig. 
27(c). Note that the resistivity here refers to the electrical resistivity. 
[0049] 

As shown in Figs. 27(a) to 27(c), the tungsten film of the present invention has 
a low resistivity (about 12 to 16 pli-cm), and almost no change in resistivity can be 
20 seen after heat treatment. Note that it is possible to make the resistivity of a tungsten 
film 12 (iQ-cm or less, preferably around 9 fiQ-cm by appropriately changing the 
sputtering conditions. 
[0050] 

On the other hand, general high melting point metals do not have tolerance to 
25 oxidation, and is easily oxidized by heat treatment in. an atmosphere in which several 
ppm of residual oxygen exists. As a result, the electrical resistivity increases and film 
peeling occurs. Further, the electrical resistivity also increases by impurity elements, 
such as a microscopic amount of oxygen contained in the reactive gas, being injected 
into the high melting point metallic film, during ion doping. 
30 [0051] 



For example, although a lamination film of tantalum and tantalum nitride is 
covered by a 200 nm thick silicon nitride oxide film SiO,N,(where 0 < x, and y < 1) 
when heat treatment is performed thereon, there is an increase in resistivity after heat 
treatment (about 50 to 80 ufl-cm) by several times in comparison to that before heat 
treatment (about 25 un-cm) 
[0052] 

Furthermore, in the cases of forming a contact win, another conducting film, an 
etching treatment is normally performed for removing a thin oxide film and 
contaminants before formation of the other conducting film. Next, the results of 
perfonnmgacomparisonof re sis.ancevalues,dependingupon W hetherheat«rea«,en. 

is performed or no, (for 1 hour a, 500°C), and whether etching (using 1/10 diluted HF). 
is performed or no, before film deposition of an elecrode 62 (Al-Si (2 wt%», during 
formation of me s«rucure shown in Fig. 29 on a subs<ra,e 60, are shown in Table 2. 

[0^L 

Jfrable2j( 



Gate 
Material 


Heat Treatment 
fS00°C, lhr) 


1/10 HF 
Treatment 


Resistance values Q 
per contact area umpjjf 


W/WN 


Yes 


Yes 


1.3 


Yes 


No 


1.3 


No 


Yes 


1.2 


No 


No 


0.87 


Ta/TaN 


Yes 


Yes 


0.42k 


Yes 


No 


0.42k 


No 


Yes 


4.8 


No 


No 


19.7 




[0054] 



0 



Note drat the number of contacts is set to 50, the total contact surface area ,, 
about 420 um>, and a comparison is performed between an electrode hav.ne a 
,amina,ion structure of tantalum and tantalum nitride and an electrode hav.ng a 
nation ^cture of the mngsten film and tire tungsten nitride film. Note a.so that 
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resistance values per 1 ^n^Ejj^ contact surface area are shown in Table 2. The 
resistance value per 1 ^nOiof contact surface area is referred to contact resistance 
values here. 



[0055] 

5 The contact resistance between an electrode 6 1 having a lamination structure of 

tantalum and tantalum nitride and the electrode 62 (Al-Si (2 wt%)) is lower for the case 
when etching (using 1/10 diluted HF) is performed than for the case when etching is 
not performed. Further, when heat treatment is performed, a rapid increase is seen in 
the contact resistance of the wiring having the lamination structure of tantalum and 
10 tantalum nitride, and the value reaches 0.4 kQ. 
[0056] 

* 

On the other hand, there is no change seen in the contact resistance between the 
electrode 6 1 having a lamination structure of the tungsten film and the tungsten nitride 
film and the electrode 62 (Al-Si (2 wt%)) depending upon whether heat treatment or 

15 etching (using 1/10 diluted HF) is performed or not The contact resistance value of 
this specification shows a sufficiently low resistance value of 1 .3 Q. Provided that this 
resistance value of the contact is 40 Q or less, preferably 10 CI or less, more preferably 
5 Q or less, it is possible to use the tungsten film as a wiring. Furthermore, the film 
is not covered by the silicon nitride oxide film, similar to Fig. 2, when the heat 

20 treatment of Table 2 is performed. 
[0057] 

In other words, there is almost no change in the resistivity of the tungsten film 
of the present invention when heat treatment is performed, even when not covered by 
a film such as the silicon nitride oxide film. It is thus understood that the tungsten film 
25 of the present invention has an extremely high resistance to heat, and that it is difficult 
to oxidize the film. Further, it is possible to omit etching for cases of using the 
tungsten film of the present invention. 
[0058] 

By using the tungsten film, in which the amount of sodium contained within the 
30 film is 0.03 ppm or less, which has a low electrical resistivity (40 piQ-cm or less) even 
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after heat treatment, and in which the stress is controlled to be from -5 x 10 10 to 5 x 10 10 
dyn/cm 2 , preferably, -1 x 10 10 to 1 x 10 10 dyn/cm 2 as the material for the gate wirings 
and other wirings of the TFT, the present invention can greatly increase the operating 
performance and the reliability of a semiconductor device provided with the TFT. 
[0059] 

A more detailed explanation of the present invention having the above structure 
is performed as shown by the embodiments below. 
-[0060] 

[Embodiment] > 
Embodiment lj^ 

Embodiments of the present invention will now be explained with reference tQ 
Figs. 1 to 5. The method for simultaneously manufacturing pixel TFTs of the pixel 
portion and TFTs for driving circuit disposed in the peripheral of the pixel portion is 
described in details by following the process steps. In order to simplify the 
15 explanation, a CMOS circuit which is a base circuit for a shift register circuit, buffer 
circuit, etc., and an n-channel TFT that forms a sampling circuit are shown in the 
figures. 
[0061] 

In Fig. 1(A), a low alkali glass substrate or a quartz substrate may be used as 
20 the substrate 101. A low alkali glass substrate was used in this embodiment. In this 
case, heat treatment may be performed beforehand at around temperature 10 to 20°C 
lower than the glass strain point. A base film 102 comprising a silicon oxide film, a 
silicon nitride film or a silicon oxynitride film, etc. is formed to a thickness between 
50 nm to 400 nm on the surface of the substrate 101 on which the TFT is formed, in 
25 order to prevent diffusion of the impurity from the substrate 101. For example, a 
lamination is formed, comprising a silicon oxynitride film formed by plasma C VD from 
SiH 4 , NH 3 and N 2 0 to a thickness of 100 nm and a silicon oxynitride film formed 
similarly from SiH 4 and N 2 0 to a thickness of 200 nm. 
[0062] 

30 Next, a semiconductor film 103a having an amorphous structure with a 
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thickness of 20 to 1 50 nm (preferably 30 to 80 run) is formed by a publicly known 
method such as plasma CVD or sputtering. In this embodiment, an amorphous silicon 
film was formed to a thickness of 55 nm by plasma CVD. Semiconductor films with 
amorphous structures include amorphous semiconductor films and micro-crystalline 
i semiconductor films, and a compound semiconductor film with an amorphous 
structure, such as an amorphous silicon-germanium film, may also be used. Since the 
base film 102 and the amorphous silicon film 103a can be formed by the same 
deposition method, they may be formed by continuous formation. The contaminate 
on the surface can be prevented by keeping away from once exposing to the atr 
0 atmosphere after forming me base film, and the fluctuation of the TFT ptoperties and 
variation in the threshold voltage of the fabricated TFT can be reduced. (Fig. 1(A)) . 
[0063] 

Then, a publicly known crystallization technique is used to form a crysrallme 
silicon film 103b from the amorphous silicon film 103a. For example, laser 
,5 crystallizing or heat crystallizing method (solid phase growth method) may be used, 
and here a crystalline silicon film 103b was formed by a crystallization method usmg 
acatalystelemen^accordmgtometecltmquemsclosedmJapanesePatentApplicat™ 

Laid-Open No. Hei 7-130652. Though it depends on the amount of hydrogen 
contained in the amorphous silicon film, it is preferable to perform heat treatment at 
20 400 to 500°C for about one hour to reduce the hydrogen content to 5 atom% ot less 
before crystallization process. Crystallization of the amorphous silicon film causes 
rearrangement of the atoms to a more dense form, so that the thickness o, the 
crystalline silicon film tha, is fabricated is reduced by about 1 to 15% from the 
thickness of the original amotphous silicon film (55 nm in this embodiment). , he 

25 1(B)) 

[0064] . 

The crystalline silicon film 103b is then divided into islands to form tsland 

semiconductor layers 104 to 107. A mask layer 108 is men formed from as t 

oxide film with a thickness of 50 to 100 nm by plasma CVD or sputtering. , 1 

30 1(C)) 
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[0065] 

A resist mask 109 was then provided, and boron (B) was added as an impurity 
element imparting p-type to a concentration of about 1 x 10 16 to 5 x 10 17 atoms/cm 3 
over the entire surface of the island semiconductor layers 105 to 107 to form the n- 
5 channel TFTs, for the purpose of controlling the threshold voltage. The addition of 
boron (B) may be performed by ion doping, or it may be added simultaneously with 
deposition of the amorphous silicon film. While the addition of boron (B) is not 
necessarily essential, the semiconductor layers 1 1 0 to 1 1 2 were preferably formed with 
boron (B) added thereto to keep the threshold voltage of the n-channel TFT in the 
10 prescribed range. (Fig. 1(D)) 
[0066] 

An impurity element imparting n-type is selectively added to the island 
semiconductor layers 1 10 and 1 1 1 to form the LDD regions of the n-channel type TFT 
of the driving circuit. Resist masks 1 13 to 1 16 are formed beforehand for this purpose. 

15 Phosphorus (P) or arsenic (As) may be used as the impurity element imparting n-type, 
and here ion doping using phosphine (PH 3 ) was employed for addition of phosphorus 
(P). The phosphorus (P) concentration of the formed impurity regions 117 and 1 1 8 
may be in the range of 2 x 10 16 to 5 x 10 19 atoms/cm 3 . Throughout the present 
specification, the concentration of the impurity element imparting n-type into the 

20 impurity regions 1 17 to 119 formed here will be represented as (n"). The impurity 
region 1 19 is a semiconductor layer for formation of the storage capacitor of the pixel 
portion, and phosphorus (P) was added in the same concentration in this region as well. 
(Fig. 2(A)) 
[0067] 

25 The mask layer 108 is next removed by hydrofluoric acid or the like, and the 

step for activating the impurity elements added in Fig. 1(D) and Fig. 2(A) is carried 
out. The activation can be performed by heat treatment for 1 to 4 hours at 500 to 
600°C in a nitrogen atmosphere, or by a laser activation method. These may also be 
carried out in combination. In this embodiment, a laser activation method was used, 

30 and the entire surface of the substrate on which the island semiconductor layers were 



formed was treated with KrF excimer .aser light (248 nm wave.ength) by seeing a 
^fcrmedin.oalinearshape.wrd.o.eUlation^ueneyatS.oSOHzandanenetgy 

density at 100 to 500 mJ/cm= and 80 to 98% linear beam overlap. There are no 
particular restrictions on the laser Ugh. irradiation conditions, and they may be 
appropriately set by the operator. 
[0068] 

A gate insulating film .20 is men formed 6om an insulating film contammg 
silic0 n at a thickness of 10.0 1 50 nm by using plasma CVD or sputtering. For 
example, a silicon oxynitride film is formed to a thickness of 120 nm. The gate 
bating film may a.s„ be a single layer or lamination structure of other msulatmg 
films containing silicon. (Fig. 2(B)) « x 
100691 Afetconductivdayeriamenfabricaredtoformmegateelecrodes. Thisfirst 
conductive layer may be formed as a single layer, bur if necessary it may also have a 

,2, comprising a conductive metal nitride film and a conductive layer (B) 122 
comprising a metallic film were laminated. The conductive ,ayer (B) . 2 may be 
formed of an element se.ecred from among— (Ta), titanium (Ti), molybdenum 
(M o> and tungsten (W), or an aUoy composed mainly of one of these elements, or an 
20 ly fihn comprising a combmation of these elements (typically a Mo-W alloy film 
or Mo-Ta alloy film), and the conductive layer (A) 12. is formed of tantalum mrnd 
(T aN) «ngs«n nitride (WN), titanium nitride (TIN) or molybdenum nimde (MoN). 
As attemauve materials for me conductive ,ayer (A) .2. mere may be used tungsten 
sUicide aamumsmcideormo.ybdenumsmcide. The conductive layer (B,may have 

the sodium concentration was satisfactory a. 0, ppm or lower, and xy en 

concentration was satisfactory at under . wt% or lower. For example, tungsten ,W 
ranoxygenconcen^onofunderO,w,/„a.,owe d re^Honofaresis,,v 1 ,of 

40 pn -cm or less, or more preferably 20 p£2 -cm or less. 
30 [0070] 
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The conductive layer (A) 121 may be 10 to 50 nm (preferably 20 to 30 nm) and 
the conductive layer (B) 122 may be 200 to 400 nm (preferably 250 to 350 nm). In this 
embodiment, a tungsten nitride (WN X ) film with a thickness of 50 nm was used as the 
conductive layer (A) 121 and a tungsten (W) film of 350 nm was used as the 
5 conductive layer (B) 122, and both were formed continuously by sputtering without 
exposing to the atmosphere. 
[0071] 

In this embodiment, tungsten target of 6N (99.9999%) was used, and a simple 
substance gas of argon (Ar) was used as the sputtering gas. Further, the stress of the 

10 film was controlled within a range of from -5 * 10 10 to 5 * 10 10 dyn/cm 2 , preferably -2 
x 10 ,0 to2 x 10 10 dyn/cm 2 , more preferably -1 * 10 10 to 1 * 10 10 dyn/cm 2 by setting thp 
substrate temperature at 200°C, the pressure of the sputtering gas at 1 .5 Pa, sputtering 
power of 6 kW. Accordingly sodium (Na) concentration in the tungsten film of the 
present invention can be made 0.3 ppm or lower, preferably 0.1 ppm or lower at 

15 GDMS (glow discharge mass spectrometry) analysis, so that it can be made within a 
range of not affecting the TFT characteristics in the case of using as a gate wiring. 
Further, change in the resistivity was not found in the tungsten film of the present 
invention even after performing heat treatment. Therefore the operating performance 
and reliability of the TFTs can be greatly improved by using gate wiring having low 

20 resistivity and high reliability. 
[0072] 

Though not shown, it is effective to form a silicon film doped with phosphorus 
(P) to a thickness of about 2 to 20 nm under the conductive layer (A) 121. This can 
improve adhesion and prevent oxidation of the conductive film formed thereover, while 
25 also preventing diffusion of trace alkali metal elements in the conductive layer (A) or 
conductive layer (B) into the gate insulating film 120. (Fig. 2(C)) 
[0073] 

Resist masks 123 to 127 are then formed, and the conductive layer (A) 1 2 1 and 
conductive layer (B) 122 are etched together to form gate electrodes 128 to 13 1 and a 
30 capacity wiring 132. The gate electrodes 128 to 131 and capacity wiring 132 comprise 



the integrally formed 128a to 132a comprising the conductive layer (A) and 128b to 
132b comprising the conductive layer (B). Here, the gate electrodes 129 and 130 
formed in the driving circuit are formed so as to overlap with a portion of the impurity 
regions 1 17 and 1 18 via the gate insulating film 120. (Fig. 2(D)) 
[0074] 

This is followed by a step of adding an impurity element imparting p-type to 
form a source region and a drain region of the p-channel TFT of the driving circuit. 
Here, the gate electrode 128 is used as a mask to form impurity regions in a self-aligned 
manner. The region in which the n-channel TFT is formed is covered at this time with 
a resist mask 133. The impurity regions 134 are formed by ion doping method using 
diborane (B 2 H 6 ). The boron (B) concentration of this region is 3 * 10 20 to 3 x \o 2 [ 
atoms/cm 3 . In this specification, the concentration of the impurity element imparting 
p-type in the impurity regions 134 formed here will be represented as (p + ). (Fig. 
3(A)) 
[0075] 

Next, impurity regions functioning as a source region or a drain region were 
formed in the n-channel TFT. Resist masks 135 to 137 were formed, and an impurity 
element imparting n-type was added to form impurity regions 138 to 142. This was 
accomplished by an ion doping method using phosphine (PH 3 ), and the phosphorus (P) 
concentration in the regions was in the range of 1 * 10 20 to 1 * 10 21 atoms/cm 3 . In the 
present specification, the concentration of the impurity element imparting n-type in the 
impurity regions 138 to 142 formed here will be represented as (n + ). (Fig. 3(B)) 
[0076] 

The impurity regions 138 to 142 already contain phosphorus (P) or boron (B) 
added in the foregoing steps, but since a sufficiently high concentration of phosphorus 
(P) is added in comparison, the influence of the phosphorus (P) or boron (B) added in 
the foregoing steps need not be considered. As the concentration of phosphorus (P) 
added to the impurity region 138 is 1/2 to 1/3 of the boron (B) concentration added in 
Fig. 3(A), the p-type conductivity is guaranteed so that there is no effect on the 
properties of the TFT. 
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[0077] 

This was followed by a step of adding an impurity element impartmg n-type to 
form an LDD region in the n-ehannel TFT of the pixel portion. Here, the gate 
electrode 131 was nsed as a mask for self-aligning addition of an impnrity element 
imparting n-type by ion doping. The concentration of phosphorus (P) added was 1 * 
10" to 5 x 10"atom S /cm 1 ,andbyaddingalowerconcentrationthantheconcen.rat 1 ons 

of the impurity elements added in Fig. 2(A), Fig. 3(A) and Fig. 3(B), only impurity 
regions 143 and 144 are substantially formed. In this specification, the concentrate 
of the impurity element imparting „-type in these impurity regions ,43 and 144 will be 
represented as (n") (Fig. 3(C)). 

[0078] . , '' 

This was f„llowedbyas.epofhea.«annentforacfiva.ionofimpunty element 

parting the n-type or p-type added a, their respective concentrations. This step can 
be accomplished by furnace annealing, laser annealing or rapid thermal anneahng 
(RTA) Here, the activation step was performed by furnace annealing. The heat 
tt ea.ment is carried on, in a nitrogen atmosphere with an oxygen concentrate of 8 
ppm ,o 9%, a. 400 to 800=C and typically 500 to 6CO°C, and for Oris embodiment the 
hea. treatment was carried out a. 550°C for 4 hours. When a material having heat 
trance such as a quartz substrate is used for fire substrate 101, the hea, treatment 
n.ayevenbeatSOO'Cforonehour.andfirisallowedactivafionofureimpuri^elernen, 

and formation of a satisfactory bond between an impurity regions added w,rh the 

impurity element and a channel forming region. 

[0079] 

In me heat treatment, conductive layers (C) 128c ,o 132c are formed „ , 

fcickness of 5 to 80 nm fiom fire surfaces of fire metallic films 128b to 132b lb * 

ft. gate electrodes 128 to 131 and rhe capacity wiring 132. For example, when „,e 
conductive layers (B) 128b to 132b are of nangsten (W), rungsten nitride 
formed, whereas when tantalum (Ta) is used, tantalum nitride (TaN) may be ton,,.,. 
The conductive layers (C) 128c to 132c may be formed in fire same manner 
0 exposing the gate electrodes 128 to 13 1 to a plasma atmosphere rhar contains n„r. „ 



or nitrogen using ammonia or the like. A step for hydrogenation of the island 
semiconductor layers is then performed by heat treatment at 300 to 450°C for 1 to 12 
hours in an atmosphere containing 3 to 100% hydrogen. This step is a step for 
terminating the dangling bond of the semiconductor layer by thermally excited 
hydrogen. Plasma hydrogenation (using plasma-excited hydrogen) may also be carried 
out as another means for hydrogenation. 
[0080] 

When the island semiconductor layer was fabricated by a method of 
crystallization using a catalyst element from an amorphous silicon film, a vary small 
amount of the catalyst element is remained in the island semiconductor layers. While 
it is of course possible to complete the TFT even in this condition, it is more preferably 
for the residual catalyst element to be eliminated at least from the channel forming 
regions. One means used to eliminate the catalyst element was utilizing the gettering 
effect by phosphorus (P). The phosphorus (?) concentration necessary for gettering is 
on the same level as the impurity region (n + ) formed in Fig. 3(B), and the heat 
treatment for the activation step carried out here allowed gettering of the catalyst 
element from the channel forming region of the n-channel TFT and p-channel TFT. 

(Fig. 3(D)) 
[0081] 

Fig. 6(A) and Fig. 7(A) are top views of a TFT up to this step, where cross- 
section A-A and cross-section C-C correspond to A-A and C-C in Fig. 3(D). Cross- 
section B-B' and cross-section D-D' correspond to the cross-sectional views of Fig. 
8(A) and Fig. 9(A). The top views of Fig. 6 and Fig. 7 omit the gate insulating films, 
but up to this step, at least the gate electrodes 128 to 131 and capacity wiring 132are 
formed over the island semiconductor layers 104 to 107, as shown in the drawings. 
[0082] 

After completion of the steps of activation and hydrogenation, the second 
conductive film to serve as the gate wiring is formed. This second conductive film may 
be formed with a conductive layer (D) comprising mainly of aluminum (A), copper 
(Cu), silver (Ag) having low resistance materials or an alloy (Ag-Pd-Cu), and a 
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conductive layer (E) comprising titanium (Ti), tantalum (Ta), tungsten (W) or 
molybdenum(W). In this embodiment, the conductive layer (D) 145 was an alummum 
(Al) film containing 0.1 to 2 wt% titanium (Ti), and the conductive layer (E) 146 was 
a titanium (TO film. The conductive layer (D) 145 may be formed to 200 to 400 nm 
(preferably 250 to 350 nm), and the conductive layer (E) 146 may be formed to 50 to 
200 nm (preferably 100 to 150 nm). (Fig. 4(A)) 
[0083] 

The conductive layer (E) 146 and conductive layer (D) 145 were subjected to 
etching treatment, thus forming gate wirings 147 and 148 and capacity wiring .49 so 
that the gate wiring mat are connected to the gate electrodes are formed. Tie etchmg 
treatment first is accomplished removal from the surface of the conductive layer (E) to^ 
partway through the conductive layer (D) by a my etching method using a mixed gas 
of S1C1„ CI, and BC1,, and then wet etching was performed with a phosphoric acid- 
based etching solution to remove the conductive layer (D), thus allowing formation of 
a gate wiring while maintaining selectivity to the base film. 
[0084] 

Fig 6(B)andFig.7(B)are top viewsofthis state, where cross-section A-A and 
cmss-section C-C correspond to A-A' and CC in Fig. 4(B). Cross-section B-B' and 
cross-section D-U correspond to the B-B' and D-D' in Fig. 8(B) and Fig. 9(B). In Ftg. 
6(B) and Fig. 7(B), part of the gate wirings 147 and 148 overlap and are in electncal 
contact with parr of me gate electrodes 128, 129 and 131. This condition is clearly 
shown in the cross-sectional diagrams of Fig. 8(B) and Fig. 9(B) corresponding to 
cross-sectionB-B' and cross-section D-D', where conductive layer (C) forming the first 
conductive layer and conductive layer (D) forming the second conductive layer are in 
electrical contact. 
[0085] 

A first interlayer insulating film 150 is formed with a silicon oxide film or 
silicon oxynitride film to a thickness of 500 to 1500 nm, after which contact holes are 
formed reaching to the source region or drain region formed in each island 
semiconductor layer, to form source wirings 151 to 154 and drain wirings 155 to 1,8. 
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While not shown here, in this embodiment the electrode has a 3-layer laminated 
structure formed by continuous formation of a Ti film to 100 nm, a Ti-containing 
aluminum film to 300 nm and a Ti film to 150 nm by sputtering. 
[0086] 

5 Next, a silicon nitride film, silicon oxide film or a silicon oxynitride film is 

formed to a thickness of 50 to 500 nm (typically 100 to 300 nm) as a passivation film 

159. Hydrogenation treatment in this state gave favorable results for enhancement of 

the TFT characteristics. For example, heat treatment may be carried out for 1 to 12 

hours at 300 to 450°C in an atmosphere containing 3 to 100% hydrogen or in an 

1 0 atmosphere containing nitrogen, or a similar effect may be achieved by using a plasma 

hydrogenation method. Here, an opening may be formed in the passivation film 159 

it 

at the position where the contact holes are to be formed for connection of the pixel 

electrodes and the drain wirings (Fig. 4(C)). 

[0087] 

15 Fig. 6(C) and Fig. 7(C) show top views of this condition, where cross-section 

A- A' and cross-section C-C correspond to A-A' and C-C in Fig. 4(C). Cross-section 
B-B' and cross-section D-D* correspond to B-B' and D-D' in Fig. 8(C) and Fig. 9(C). 
Fig. 6(C) and Fig. 7(C) do not show the first interlayer insulating film, but the source 
wirings 151, 152, 154 and drain wirings 155, 156, 158 in the source and drain regions 

20 (not shown) of the island semiconductor layers 1 04, 1 05, 1 07 are connected via contact 
holes formed in the first interlayer insulating film. 
[0088] 

Thereafter, a second interlayer insulating film 160 made of an organic resin is 
formed to a thickness of 1.0 to 1.5 ^m. As the organic resin, polyimide, acrylic, 

25 polyamide, polyimideamide, BCB (benzocyclobutene) or the like can be used. Here, 
polyimide which is a type of thermal polymerization after applying onto the substrate 
was used and fired at 300°C. A contact hole reaching to the drain wiring 158 is then 
formed in the second interlayer insulating film 160, and pixel electrodes 161 and 162 
are formed. The pixel electrodes used may be of a transparent conductive film in the 

30 case of a transmission type liquid crystal display device, or of a metal film in the case 
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of a reflection type liquid crystal display device. In this embodiment a transmission 
type liquid crystal display device was used, and therefore an indium-tin oxide (ITO) 
film was formed by sputtering to a thickness of 100 nm. (Fig. 5) 
[0089] 

A substrate comprising a driving circuit TFT and a pixel TFT of the pixel 
portion on the same substrate was completed in this manner. A p-channel TFT 201, 
a first n-channel TFT 202 and a second n-channel TFT 203 were formed on the driving 
circuit and a pixel TFT 204 and a storage capacitor 205 were formed in the pixel 
portion. Throughout the present specification, this substrate will be referred to as an 
active matrix substrate for convenience. 

[0090] ** 
The p-channel TFT 20 1 of the driving circuit has a channel forming region 206, 

source regions 207a, 207b and drain regions 208a, 208b in the island semiconductor 

layer 104 The first n-channel TFT 202 has a channel forming region 209, a LDD 

region 2 10 overlapping the gate electrode 129 (hereunder this type of LDD region will 

be referred to as L ov ), a source region 21 1 and a drain region 212 in the island 

semiconductor layer 105. The length of this L ov region in the channel length direction 

wasO 5to3.0 nm, and is preferably 1.0 to 1.5 um. The second n-channel TFT 203 has 

region 217 in the island semiconductor layer 106. These LDD regions are formed of 
anL regionandaLDDregionnotover^ 

type of LDD region will be referred to as L ofi ), and the length of this L off region in the 
channel length direction is 0.3 to 2.0 um, and preferably 0.5 to 1.5 um. ThepixelTFT 
204 has channel forming regions 218, 219, L off regions 220 to 223 and source or dram 
regions 224 to 226 in the island semiconductor layer 107. The length of the L off regions 
in the channel length direction is 0.5 to 3.0 um, and preferably 1.5 to 2.5 um. A 
storage capacitor 205 is formed from: the capacity wirings 132 and 149; an insulating 
film made of the same material as the gate insulating film; and a semiconductor layer 
227 added with an impurity element impartmgn-type and connected to me drain region 
, 226 ofthe pixel TFT 204. In Fig. 5 the pixel TFT 204 has a double gate structure, but 
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it ma y a,so have a single gate structure, and there is no problem with a multigate 

structure provided with a plurality of gate electrodes. 

[00911 

T„us the presen.inven.ion optimizes the sttucturesoftheTFTsof each ctrcutt 
ta accordance with the specifications required for the pixe. TFT and driving circu,., 
^a.iowingti.eopera.ingperfonnanceandreliahiU^ofu.esemiconduc.or device to 

be improved. In addition, by forming the ga.e decodes wi.h a hea. resistant 
conduc,ivema.eriaU.ispossible.ofacU to .eactivationofu,eLDD r egionsandsource 

and drain regions, and thus adequately reduce wiring resistance by formation of the 
.a.ewiringswimlow.esisUncema.eriais.Accordingiyapplication.odUp.aydev.ces 

having pixe. portion (display size) in me class of 4 inches and larger is posstWe. , 

[0092] 

Pmbodiment 2V 

V ^ Fig 16 shows an example of other embodiments of gate electrodes and ga.e 
whings.Thega.eeiectrodesandga.ewiringsinFig.^arefocmedinthesamemanner 

asth es,epsindica«edforEmbodimen, 1 ,andareformedovermeUland semiconductor 
layer 901 and gate insulating film 902. 

[0093] , . 

In Fig 16(A), the first conductive layer as the gate electrode is a conducnve 
1 ayer(A)903fonnedoftan^umnMde(TaN),mng S tenm t ride(WN),ti,aniumnimde 

(TO) or molybdennm nitride (MoN). The conductive layer (B, 904 is fonned of an 
dement selected from among tantalum (Ta), titanium (Ti), molybdenum (Mo) and 
tungstentmoranaUoycomposedmainlyofmeabovestatedelementoranalloyfilm 

comprising a combination of those elements, while a conductive layer (C) 90, ,s 
fonnedonmesurfaceinmesamemannerasEmbodimentl. The conductive layer A 
903 may be 10 to 50 nm (pteferaMy 20 to 30 nm) and me conductive layer (B) 
may be 200 to 400 nm (preferably 250 to 350 nm). The second conductive layer that 
will form the gate electrode is fonned by laminating conductive layer (D) comprising 
mainly of aluminum (Al) or copper (Cu, having a low resistance material and 
conductive iayer (E) thereover fonned of titanium (Ti) or tantalum (Ta). Because 
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aluminum (Al) and copper (Cu) diffuse readily by stress migration or electromigration, 
the silicon nitride film 908 must be formed to a thickness of 50 to 150 nm so as to 
cover the second conductive layer. 
[0094] 

Fig. 16(B) shows a gate electrode and gate wiring fabricated in the same 
manner as Embodiment 1, and a silicon film 909 doped with phosphorus (P) is formed 
under the gate electrode. The silicon film 909 doped with phosphorus (P) has the effect 
of preventing diffusion of a vary small amount of alkali metal element in the gate 
electrode into the gate insulating film, and is useful for the purpose of guaranteeing the 
reliability of the TFT. 

[0095] y 
Fig. 16(C) is an example of formation on the first conductive layer that will 
form the gate electrode, with a silicon film 9 1 0 doped with phosphorus (P). The silicon 
film doped with phosphorus (P) is a higher resistance material than the other 
conductive metal material, but by forming the second conductive layer that forms the 
gate wiring from aluminum (Al), copper (Cu) or silver (Ag), it may be applied to large- 
area liquid crystal display devices. Here, the gate wiring may be made with a three- 
layer structure with formation of a Ti film (91 1) to 100 nm, a Ti-containing aluminum 
(Al) film (912) to 300 nm and a Ti film (913) to 150 nm, avoiding direct contact 
between the aluminum (Al) film and the phosphorus (P)-doped silicon film to provide 
heat resistance. 
^-[0096] 

V JEmbodiment 3$ 

V_ ^ Fig. 15 is an illustration to explain the structure of a TFT according to the 
invention, showing the positional relationship between the gate electrode and LDD 
region in a TFT comprising: a semiconductor layer having channel forming region and 
an LDD region; a gate insulating film over the semiconductor layer; and a gate 
electrode over the gate insulating film. 
[0097] 

Fig. 15(A) shows a structure provided with a semiconductor layer having a 
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channel forming region 209, LDD region 210 and drain region 212, a gate insulating 
film 120 and gate electrode 129 formed thereover. The LDD region 210 is an L ov 
provided overlapping the gate electrode 129 via the gate insulating film 120. The L ov 
has the function of attenuating the high electric field generated near the drain while 
preventing deterioration by hot carriers, and it can be suitably used in an n-channel 
TFT of a shift register circuit, a level shifter circuit, a buffer circuit or the like of the 
control circuit. 
[0098] 

Fig. 15(B) shows a structure provided with a semiconductor layer having a 
channel forming region 213, LDD regions 215a, 215b and a drain region 217, a gate 
insulating film 120 and gate electrode 130 formed on the semiconductor layer. Thg 
LDD region 215a is provided overlapping the gate electrode 130 via the gate insulating 
film 120. Also, the LDD region 2 1 5b is an L off provided without overlapping the gate 
electrode 130. The L off has the function of reducing the off-current value, and the 
structure provided with the L ov and L off can prevent deterioration by hot carriers while 
also reducing the off-current value, so that it may be suitably used in an n-channel TFT 
of the sampling circuit of a control circuit. 
[0099] 

Fig. 15(C) shows a semiconductor layer provided with a channel forming 
region 219, an LDD region 223 and a drain region 226. The LDD region 223 is an L off 
provided without overlapping the gate electrode 131, and it can effectively reduce the 
off-current value and is therefore suitable for use in a pixel TFT. The concentration 
of the n-type impurity element in the LDD region 223 of the pixel TFT is preferably 
from 1/2 to 1/10 less than the concentration in the LDD regions 210 and 215 of the 
driving circuit. 
[0100] 

^Embodiment 4| 

In this embodiment, the steps for fabricating an active matrix liquid crystal 
display device from an active matrix substrate will be explained. As shown in Fig. 1 1, 
an alignment film 601 is formed on an active matrix substrate in the state shown in Fig. 
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5 fabricated in Embodiment 1. In general, a polyimide resin is often used as the 
alignment film for liquid crystal display elements. On the opposing substrate 602 on 
fl« opposite side there are formed a shielding film 603, a transparent conductive film 
604 and an alignment film 605. After forming the alignment film, it is subjected .0 

; rubbing treatment so mat the liquid crystal molecules are oriented with a consistent 
pretilt angle. The active matrix substrate formed with a pixel portion and a CMOS 
oircuitandmeopposingsubstratearestucktogetherthroughaknown assembly process 
by interposing a sealant or spacers (neither shown in the figure). A liquid crystal 
material 606 is injected thereafter between bom substrates and completely sealed w,m 

„ a sealant (no. shown). The liquid crystal material used may be any publicly known 
Uquid crystal material. This completes the active matrix liquid crystal display dev.ce 
shown in Fig. 11. 

Then, the structure of this active matrix liquid crystal display device will be 
l5 explainedwithreferencetotheperspectiveviewinFig. 12 and the top view in Fig. 13. 
The same numerals are used in Figs. 12 and 13 for correspondence with the cross- 
sectional structural diagrams of Figs. lAtoS andFig. 11. The cross-sectional structure 
along E-E' in Fig. 13 corresponds to the cross-sectional diagram of the pixel portion 
shown in Fig. 5. 
20 [0102] 

In Fig. 12, the active matrix substrate comprises a pixel portion 306, a scanning 
signal driving circuit 304 and an image signal driving circuit 305 formed over a glass 
substrate 101 . A pixel TFT 204 is provided in the pixel portion, and the driving circuit 
providedinmeperipheralofmepixelportionbasicallycomprisesCMOScircuits. I he 

25 scanning signal driving circuit 304 and the image signal driving circuit 305 are each 
connected to the pixel TFT 204 with a gate wiring 148 and source wiring 1 >4. AN.,. 
aFPC 731 is connected to an external I/O terminal 734 and is connected to <,Ji 
driving circuit with input wirings 302 and 303. 
[0103] 

Fig. 13 is atop view showing almost one pixel of the pixel portion 3«* ^ 
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gate wiring 148 crosses with a semiconductor layer 107 underneath by interposing a 
gate insulating film (not shown). Though not shown in the figure, a source region, a 
drain region and a L off region formed from n" region are formed in the semiconductor 
layer. Reference numeral 163 is a contact section of the source wiring 154 and the 

5 source region 224, reference numeral 1 64 is a contact section of the drain wiring 1 5 8 
and the drain region 226, and 165 is a contact section of the drain wiring 158 and the 
pixel electrode 161. A storage capacitor 205 is formed in the region where the 
semiconductor layer 227 extending from the drain region 226 of the pixel TFT 204 
overlaps with the capacity wirings 132 and 149 by interposing a gate insulating 

io film. 

[0104] *>• 
The active matrix liquid crystal display device of this embodiment was 
explained with the structure of Embodiment 1, but an active matrix-type liquid crystal 
display device may also be fabricated using any combination with the construction of 
15 Embodiment 2. 
-[0105] 

Embodiment 5^ 

Fig. 10 is a diagram showing an example of the arrangement of the I/O 
terminal, pixel portion and driving circuit of a liquid crystal display device. In the 
20 pixel portion 306, m gate wirings and n source wirings are intersected in matrix. For 
example, when the pixel density is VGA, 480 gate wirings and 640 source wirings are 
formed, and when the pixel density is XGA 768 gate wirings and 1024 source wirings 
are formed. The screen size of the pixel portion has a diagonal length of 340 mm in 
the case of a 13-inch class display, and 460 mm in the case of an 18-inch class display. 
25 In order to realize such a liquid crystal display device, it is necessary to form the gate 
wirings with a low resistance material as indicated in the Embodiments 1 and 2. 
[0106] 

A scanning signal driving circuit 304 and an image signal driving circuit 305 
are provided in the peripheral of the pixel portion 306. Since the lengths of these gate 
30 wirings of the driving circuit will also become necessarily longer with increasing size 



of the screen of the pixel portion, they are preferably formed of a low resistance 
material as indicated in Embodiments 1 and 2, in order to realize large-sized 

screens. 
[0107] 

5 According to the invention, the input wirings 302, 303 connecting from the 

input terminal 301 to each driving circuit may be formed of the same material as the 
gate wirings, and they can contribute to the lower wiring resistance. 
W0108] 

f ^Embodiment 6^ 

10 \L-=5 Fig; 14 shows an example of circuit structure of the active matrix substrate 
shown in Embodiment 1 or 2, and is a diagram showing a circuit structure of a direct^ 
view type display device. The active matrix substrate of this embodiment has an image 
signal driving circuit 1 00 1 , a scanning signal driving circuit (A) 1 007, a scanning signal 
driving circuit (B) 101 1, a pre-charge circuit 1012 and a pixel portion 1006. 

15 Throughout this specification, the term "driving circuit" is a generic term including the 
image signal driving circuit 1001 and the scanning signal driving circuit (A) 1007. 
[0109] 

The image signal driving circuit 1001 comprises a shift register circuit 1002, 
a level shifter circuit 1003, a buffer circuit 1004 and a sampling circuit 1005. The 
scanning signal driving circuit (A) 1007 comprises a shift register circuit 1008, a level 
shifter circuit 1009 and a buffer circuit 1010. The scanning signal driving circuit (B) 
1011 also has the similar construction. 
[0110] 

The driving voltage of the shift register circuits 1002 and 1008 are 5 to 16 V 
(typically 10 V), and the n-channel TFT of the CMOS circuit forming this circuit 
suitably has the structure shown as 202 in Fig. 5. The level shifter circuits 1003 and 
1009 and buffer circuits 1004 and 1010 have a driving voltage as high as 14 to 16 V. 
and a CMOS circuit comprising the n-channel TFT 202 in Fig. 5 is suitable, as for the 
shift register circuit. In these circuits, formation of the gates with a multigate structure 
is effective for enhancing the voltage resistance and improving the circuit reliability. 
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[oni] 

The sampling circuit 1005 has a driving voltage of 14 to 16 V, but since it is 
necessary to reduce the off-current value while driving is performed with an alternating 
reverse polarity, a CMOS circuit containing the n-channel TFT 203 in Fig. 5 is suitable. 
Fig. 5 shows only an n-channel TFT, but in an actual sampling circuit it is formed in 
combination with a p-channel TFT. 'Here, the p-channel TFT is adequate with the 
construction shown by 201 in the same drawing. 
[0112] 

The pixel TFT 204 has a driving voltage of 14 to 1 6 V, and from the standpoint 
, of reduced power consumption, a further reduction in the off-current value compared 
to the sampling circuit is required, and therefore the structure preferably has an LDD 
(L off ) region provided without overlapping of the gate electrodes in the manner of the 
pixel TFT 204. 

[0113] . 

5 The construction of this embodiment may be easily realized by fabricating the 

TFT according to the steps indicated in Embodiment 1 . In this embodiment there is 
only shown the construction for the pixel portion and the driving circuit, but by 
following the steps of Embodiment 1, it is possible to form a signal processing circuit 
such as a signal dividing circuit, frequency divider circuit, D/A converter, y-correction 

zo circuit, operational amplifier circuit, signal processing circuit such as a memory circuit 
or an operation processing circuit, or a logic circuit, on the same substrate. Thus, the 
present invention can realize a semiconductor device comprising a pixel portion and 
its driving circuit on the same substrate, for example, a semiconductor device equipped 
with a signal driving circuit and a pixel portion. 

25 M0UA] 

( ^Embodiment 7^ 

\S> Examples of various wiring structures which formed on an insulating surface 
by using the present invention are shown in Fig. 17. Fig. 17(A) shows a cross sectional 
view of a single layer structure wiring made from a material 1701 having tungsten as 
30 its main constituent and formed on a film (or a substrate) 1700 having an insulating 
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surface This wiring is formed by patterning a film formed using a target with a purity 
of 6N and a single gas, argon (Ar), as the sputtering gas. Note that the stress is 
controlled by setting the substrate temperature 300°C or less, and by setting the 
sputtering gas pressure from 1.0 Pa to 3.0 Pa, and other conditions (such as the 
5 sputtering power) may be suitably determined by the operator. 
[0115] 

Although the wiring 1701 thus obtained contains argon within the wiring 
material, it contains nearly no other impurity elements, and in particular the amount of 
sodium contained is 0.3 ppm or less, preferably, 0.1 ppm or less, and the oxygen 
I0 concentrationcanbemadeequa^ 

0 2 wt% In addition, the electrical resistivity can be made equal to or less than 40 
nQ-cm, preferably equal to or less man 20 uQ-cm, and typically between 6 ^Q•cm and 
15 uQ-cm. Further, the film stress can be controlled to within the range of -5 x 10 10 to 
5 x 1 0 10 dyn/cm 2 , and the electrical resistivity does not change even after heat treatment 

is at 800°C. 
[0116] 

Fig. 17(B) shows a two layer structure. Note that tungsten nitride (WNJ is 
taken as the lower layer, and that tungsten is taken as the upper layer. Also note that 
the thickness of a tungsten nitride film 1702 may be set from 10 to 50 nm (preferably 
20 between 10 and 30 nm), and that the thickness of atungsten film 1703 may be set from 
200 to 400 nm (preferably between 250 and 350 nm). The two films are laminated in 
succession, without exposure to the atmosphere, using sputtering in Embodiment 7. 
[0117] 

Fig. 17(C) is an example of covering a wiring 1704 made from a material 
25 having tungsten as its main component, and formed on the film (or substrate) 1 700 
havingan insulating surface, by an insulating film 1705. The insulating film 1705 may 
be formed by a silicon nitride film, a silicon oxide film, a silicon nitride oxide film 
SiO x N y (where 0 < x, and y < 1), or a lamination film of a combination of these 

films. 
30 [0118] 
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Fig. 17(D) is an example of covering the surface of a wiring 1706 made from 
a material having tungsten as its main component, and formed on the film (or substrate) 
1700 having an insulating surface, with a tungsten nitride film 1707. Note that if a 
nitrating process, such as plasma nitrating, is performed on the wiring in the state of 
5 Fig. 17(A), then the structure of Fig. 17(D) can be obtained. 
[0119] 

Fig. 17(E) is an example of surrounding a wiring 1709 made from a material 
having tungsten as its main component, and formed on the film (or substrate) 1700 
having an insulating surface, with tungsten nitride films 1710 and 1 708. This structure 
10 is identical to the shape shown in Embodiment 3. Note that if a nitrating process, such 
as plasma nitrating, is performed on the wiring in the state of Fig. 17(B), then the 
structure of Fig. 17(E) can be obtained. 
[0120] 

Fig. 17(F) is an example of covering with an insulating film 171 L after 
15 forming the state of Fig. 17(E). The insulating film 1711 may be formed by a silicon 
nitride film, a silicon oxide film, a silicon nitride oxide film, or a lamination film of a 
combination of these films. 
[0121] 

The present invention can thus be applied to various wiring structures. It is 
20 possible to freely combine the constitution of Embodiment 7 with the constitution 
shown in any of Embodiments 1 to 6. 
10122] 

^Embodiment 8jf< 

Using Figs. 18 to 20, Embodiment 8 shows a structure of an active matrix 
25 substrate in which the parasitic capacitance is reduced by forming a second inter!a> cr 
insulating film in a region in which a gate wiring and an upper wiring overlap, in m 
active matrix type liquid crystal display device with a diaganol equal to or less than I 
inch. Note that the basic structure is identical to the structure recorded in Japanese 
Patent Application No. Hei 1 1-154432, by the applicant of the present invention 
30 [0123] 
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As shown in Fig. 1 8, in order to increase the aperture ratio in Embodiment 8, 
a structure is used in which a portion of a gate electrode, or the entire gate electrode, 
overlapping a channel forming region of an n-channel TFT 1804 comprising a pixel 
TFT, overlaps second wirings (source lines or drain lines) 1854 and 1857. Further, a 
fest interlayer insulating film 1849 and a second interlayer insulating film 1850c are 
formedbetweenmegateelectrodeandmesecondwirings 1854 and 1 857, reducing the 
parasitic capacitance. Note that the second interlayer insulating film 1850c is 
selectively formed only in the region in which the gate electrode and the second 
wirings overlap. 
[0124] 

In Fig. 18, reference numeral 1859 denotes athird interlayer insulating film, 
I860 denotes a light shielding film, and 1861 denotes an oxide formed by anodic 
oxidation or plasma oxidation (anodic oxidation is used in Embodiment 8) on the 
surface of the light shielding film 1860. Further, reference numeral 1862 denotes a 
pixel electrode made from an indium tin oxide (TTO) film. Note that a pixel electrode 
1863 is an adjoining pixel electrode of another pixel. 
[0125] 

Further, the pixel electrode 1862 and the light shielding film 1860 overlap 
through the anodic oxide 1861, constituting a storage capacitor 1864. Note that it is 
preferable to set the light shielding film 1 860 to a floating state (an electrically isolated 
state) or to a fixed electric potential, preferably a common electric potential (an 
intermediate electric potential of a pixel signal sent as data). 
[0126] 

Fig 19(B) shows a portion of a top view of a pixel portion directly after 
formingthe second wirings (source lines or drain lines) 1854 and 1857, using common 
symbols. Further, Fig. 19(A) is a top view directly after forming the gate winngs. 
[0127] 

Furthermore, a second interlayer insulating film 1850b may be selectively 
formed ina region in which a gate wiring formed on an insulating film 1815 and a 
second wiring 1851 intersect in a driving circuit comprising a p-channel TFT ISOl.an 
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n-channel TFT 1802, and an n-channel TFT 1803 and the like. Note that a top view 
of a driving circuit corresponding to Fig. 18 is shown in Fig. 20(B) using common 
symbols. Further, Fig. 20(A) is a top view directly after forming the gate wiring. 
[0128] 

5 The gate wirings of the TFTs 1801 to 1804 shown in Fig. 18 are lamination 

structures of the tungsten nitride film 1702 and the tungsten film 1703. By using the 
sputtering method shown in the embodiment mode, the amount of sodium contained 
in the gate wirings can be made equal to or less than 0.3 ppm, preferably equal to or 
less than 0.1 ppm, the concentration of oxygen within the wirings can be made equal 
10 to or less than 1 wt%, preferably equal to or less than 0.2 wt%, and the electrical 
resistivity of the wirings can be made from 6 to 15 jiQ-cm. Further, the film stress can 
be controlled within the range of -1 x 10 10 dyn/cm 2 to 1 x 10 10 dyn/cm 2 . 
[0129] 

By thus using the sputtering method shown in the embodiment mode, a wiring 
15 having low resistance and high reliability can be obtained, and the operating 
performance and the reliability of the TFT can be greatly increased. 
[0130] 
mbodiment 9^ 

\ ^ A case of applying the present invention to a reflecting type liquid crystal 

20 display device manufactured on a silicon substrate is explained in Embodiment 9. As 
a substitute for the active layer made from the crystalline silicon film in Embodiment 
1, an impurity element for imparting n-type or p-type conductivity is added directly 
into a silicon substrate (silicon wafer), and the TFT structure may be realized. Further, 
the structure is reflecting type, and therefore a metallic film having a high reflectivity 
25 (for example, aluminum, silver, or an alloy of these (an AI-Ag alloy)) and the like may 
be used as a pixel electrode. 
[0131] 

Note that it is possible to freely combine the constitution of Embodiment 9 
with the constitution of any of Embodiments 1 to 8. 
30 [0132] 
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^Embodiment 10j{ 

It is possible to use the present invention when forming an interlayer insulating 
film on a conventional MOSFET, and then forming a TFT on that. In other words, it 
is possible to realize a semiconductor device with a three dimensional structure. 
5 Further, it is possible to use an SOI substrate such as SIMOX, Smart-Cut (a trademark 
of SOITEC corporation), or ELTRAN (a trademark of Canon Kabushiki Kaisha) 
[0133] 

Note that it is possible to freely combine the structure of Embodiment 10 with 
the structure of any of Embodiments 1 to 9. 
10 /-[0134] 

/ Embodiment 1 1^ 

L — It ls possible to apply the present invention to an active matrix EL display. An 
example of this is shown in Fig. 21. 
[0135] 

15 Fig. 2 1 is a circuit diagram of an active matrix EL display. Reference numeral 

1 1 denotes a pixel portion, and an x-direction driving circuit 12 and a y-direction 
driving circuit 13 are formed in its peripheral. Further, each pixel in the pixel portion 
1 1 comprises a switching TFT 14, a storage capacitor 1 5, a current controlling TFT 1 6, 
and an organic EL element 17, and the switching TFT 14 is connected to x-direction 

20 signal lines 1 8a (or 1 8b) and to y-direction signal lines 1 9a (or 1 9b, 1 9c). Furthermore, 
power supply lines 20a and 20b are connected to the current controlling TFT 16. 
[0136] 

In an active matrix EL display of the present embodiment, TFTs used in an x- 
direction driving circuit 12 and a y-direction driving circuit 13 are formed by 
25 combining p-channel TFT 20 1 and n-channel TFT 202 or 203 of Fig. 5. The TFTs for 
switching TFT 14 and a current controlling TFT 16 are formed by n-channel TFT 204 
of Fig. 5. 
[0137] 

It is possible to freely combine the constitutions of Embodiment 1 1 with any 
30 constitution of Embodiments 1 to 10. 
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-[0138] 

^Embodiment 12^ 

It is possible to use a variety of liquid crystal materials in a liquid crystal 



display device manufactured in accordance with the present invention. The following 
5 can be given as examples of such materials: a TN liquid crystal; PDLC (polymer 
diffusion type liquid crystal); an FLC (ferroelectric liquid crystal); an AFLC 
(antiferroelectric liquid crystal); and a mixture of an FLC and an AFLC. 
[0139] 

For example, the liquid crystal materials disclosed in: H. Furue et al., 
10 "Characteristics and Driving Scheme of Polymer-stabilized Monostable FLCD 
Exhibiting Fast Response Time and High Contrast Ratio with Gray-scale Capability," 
SID, 1998; in T.Yoshida et al., "A Full-color Thresholdless Antiferroelectric LCD 
Exhibiting Wide Viewing Angle with Fast Response Time," SID 97 Digest, 84 1 , 1 997; 
and in US Patent Number 5,594,569 can be used. 
15 [0140] 

In particular, if an antiferroelectric liquid crystal material with no threshold 
value (thresholdless antiferroelectric LCD: abbreviated TL-AFLC) is used, then there 
are cases where power supply voltage is around 5 to 8 V because the liquid crystal 
operating voltage may be reduced to approximately ±2.5 V. Namely, it becomes 
20 possible to operate a driving circuit and a pixel portion at the same power supply 
voltage, and the entire liquid crystal display device can be made low power 
consumption. 
[0141] 

Further, some of the thresholdless-antiferroelectric liquid crystal show electro- 
25 optical response characteristics of V shape, and there has been found among them ones 
the driving voltage of which is about ±2.5 V (with cell thickness of about 1 urn to 2 
um). 
[0142] 

An example of characteristics in terms of its light transmittance with respect to 
30 the applied voltage of the thresholdless-antiferroelectric mixed liquid crystal that 
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exhibits electro-optical response characteristics of V shape is shown in Fig. 22. In the 
graph shown in Fig. 22, the axis of the ordinate indicates transmittance (in arbitrary 
unit) and the axis of abscissa indicates applied voltage. A transmission axis of a 
polarizing plate on the incident side of a liquid crystal panel is set substantially in 
parallel with the normal line direction of a smectic layer of the thresholdless- 
antiferroelectric mixed liquid crystal which substantially coincides with the rubbing 
direction of the liquid crystal display device. Further, a transmission axis of the 
polarizing plate on the emission side is set so as to substantially form crossed Nicol to 
the transmission axis of the polarizing plate on the incident side. 
[0143] 

Further, ferroelectric liquid crystals and anti-ferroelectric liquid crystals possess 
an advantage in that they have a high response time compared to TN liquid crystals. 
It is possible to realize an extremely fast operating speed TFT for a crystalline TFT 
such as one used by the above embodiment, and therefore it is possible to realize a 
liquid crystal display device with fast image response speed by sufficiently utilizing the 
fast response speed of ferroelectric liquid crystals and antiferroelectric liquid 

crystals. 
[0144] 

Note that the liquid crystal display device of the present embodiment is of 
course effective when used as an image display of electronic devices such as a personal 
computer. 
[0145] 

Further, it is possible to freely combine the structure of this embodiment u iih 
the structure of any of embodiments 1 to 10. 
/-[0146] 

( {Embodiment 13)£ 

TFTs formed in accordance with the present invention can be used in \ an . >u> 
electro-optical devices. In other words, the present invention can be applied to 
the electronic devices having these electro-optical devices as the display section 
[0147] 
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The following can be given as examples of this type of electronic devices: video 
cameras; digital cameras; head mounted displays (goggle type display); wearable 
displays; car navigation systems; personal computers; portable information terminals 
(such as mobile computers, portable telephones and electronic books). Some examples 
5 of these are shown in Fig. 23. 
[0148] 

Fig. 23(A) is a personal computer, which comprises: a main body 2001; an 
image input section 2002; a display section 2003; and a keyboard 2004. The present 
invention may be applied to the image input section 2002, display section 2003 or other 

10 signal driving circuits. 

[0149] 5, 
Fig. 23(B) is a video camera, which comprises: a main body 2101; a display 
section 2 102; a voice input section 2 103; operation switches 2 104; a battery 2 105; and 
an image receiving section 2106. The present invention can be applied to the display 

1 5 section 2 1 02, the voice input section 2 1 03 or other signal driving circuits. 
[0150] 

Fig. 23(C) is a mobile computer, which comprises: a main body 220 1 ; a camera 
section 2202; an image receiving section 2203; operation switches 2204; and a display 
section 2205. The present invention can be applied to the display section 2205 and 
20 other signal driving circuits. 
[0151] 

Fig. 23(D) is a goggle type display, which comprises: a main body 2301; 
display sections 2302; and arm sections 2303. The present invention can be applied 
to the display section 2302 and other signal driving circuits. 
25 [0152] 

Fig 23(E) is a player that uses a recording medium on which a program is 
recorded (hereinafter referred to as a recording medium), which comprises: a main 
body 240 1 ; a display section 2402 ; a speaker section 2403 ; a recording medium 2404 ; 
and operation switches 2405. Note that music appreciation, film appreciation, games, 
30 and the use of the Internet can be performed with this device using a DVD (digital 
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versatile disk), a CD, etc., as a recording medium. The present invention can be 
applied to the display section 2402, and to other signal driving circuits. 
[0153] 

Fig. 23(F) is a digital camera, which comprises: a main body 2501; a display 
section 2502; a viewfinder 2503; operation switches 2504; and an image receiving 
section (not shown in the figure). The present invention can be applied to the display 
section 2502 and to other signal driving circuits. 
[0154] 

As described above, the applicable range of the present invention is extremely 
wide, and it is possible to apply the present invention to electronic devices in all fields. 
Further, an electronic device of the present invention can be realized by usii\g 
constitutions of any combination of Embodiments 1 to 12. 
r [0155] 

|Embodiment 14^ 
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— TFTs formed in accordance with the present invention can be used in various 
electro-optical devices. In other words, the present invention can be applied to all of 
the electronic devices having these electro-optical devices as the display section. 
[0156] 

As such electronic devices, projectors (rear type or front type) or the like can 
be given. Examples are shown in Fig. 24. 
[0157] 

Fig. 24(A) is a front type projector, which comprises a display device 260 1 and 
a screen 2602, etc. The present invention can be applied to the display device or to 
other signal driving circuits. 
[0158] 

Fig. 24(B) is a rear type projector, which comprises: a main body 2701; a 
display device 2702; a mirror 2703 and a screen 2704, etc. The present invention can 
be applied to the display device or other signal driving circuits. 
[0159] 

Note that Fig. 24(C) is a drawing showing one example of the structure of the 



45 



display devices 2601 and 2702 from Figs. 24(A) and 24(B). The display devices 2601 
and 2702 comprise: an optical light source system 2801; mirrors 2802 and 2804 to 
2806; dichroic mirror 2803; a prism 2807; a liquid crystal display device 2808; phase 
differentiating plate 2809; and an optical projection system 2810. The optical 
5 projection system 2810 comprise an optical system including a projection lens. The 
present Embodiment shows an example of triple stage, but there are no special limits 
and a single stage is acceptable, for example. Further, the operator may set optical 
systems such as optical lenses, film having polarizing function, film to regulate the 
phase difference, IR films, etc., suitably within the optical path shown by an arrow in 
10 Fig. 24(C). 
[0160] 

In addition, Fig. 24(D) shows one example of the structure of the optical light 
source system 2801 of Fig. 24(C). In the present Embodiment, the optical light source 
system 2801 comprises: a reflector 281 1; a light source 2812; lens arrays 2813 and 

15 2814; a polarizing conversion element 2815; and a condensing lens 2816. Note that 
the optical light source system shown in Fig. 24(D) is merely an example and is not 
specifically limited to this structure. For example, the operator may suitably place 
optical lenses, film having polarizing function, film to regulate the phase difference, 
IR films, etc. 

20 [0161] 

As shown above, the applicable range of the present invention is extremely 
wide, and it is possible to apply the present invention to electronic devices in all fields. 
Further, an electronic device of the present invention can be realized by using structure 
of any combination of embodiments 1 to 8 and 12. 
25 r-{0162] 

^Embodiment 15^ 

i - — ^ Since the present invention is not limited to the TFT structure, it is possible to 
apply the present invention to a gate wiring, a source wiring, and a drain wiring which 
have various TFT structures. The present embodiment shows that the present invention 
30 is applied to the gate wiring of an inverted stagger type TFT. 
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[0163] 

Fig. 32 shows an example of an inverted stagger type TFT. In the Fig. 32, 
reference numeral 1901 shows a substrate, 1902 shows a gate electrode, 1903a and 
1903b show gate insulating films, 1904 shows a channel forming region, 1905 and 
5 1906 show high concentration impurity regions (source region or drain region), 1907 
and 1908 show low concentration impurity regions (LDD region), 1909 shows an 
insulating layer to protect a channel forming region, 1910 shows an interlayer 
insulating film, 1911 and 1912 show electrodes which connects to a high concentration 
impurity region (source electrode or drain electrode). 
10 [0164] 

As a forming method of the gate electrode 1902, after forming a conducive film 
having a thickness of 10 to 1000 nm, preferably, 30 to 300 nm by sputtering, the gate 
electrode is formed by well-known patterning technique. 
[0165] 

15 Further, gate insulating films 1903a and 1903b having lamination structure are 

used. As the gate insulating film 1903a which is formed under the gate insulating film 
1903b, a silicon nitride film or the like is formed at a thickness of 10 nm to 60 nm to 
prevent effectively a diffusion of the impurity from a substrate and a gate wiring. Note 
that the gate insulating film may be a single layer without limiting to the lamination 

20 structure. 
[0166] 

Note that n-channel type TFT using phosphorus is formed as an impurity 
element imparting n-type to a semiconductor, instead of the impurity element imparting 
n-type, p-channel type TFT can be formed by using boron as an impurity element 
25 imparting p-type. Also, in this embodiment, an example of forming a low 
concentration impurity region is denoted, however, it may not be formed if there is no 
problem in reliability, of TFTs. 
[0167] 

Further, a film formed by using sputtering of the present invention may be used 
30 to form electrodes 1911 and 1912 as well as a gate electrode. 




[0168] 

A driving circuit and a pixel portion can be formed by using a basic logical 
circuit in which such a TFT is used. 
[0169] 

5 Further, it is possible to freely combine this embodiment with any one of 

Embodiments 1 to 12. 
[0170] 

[E fftU of Llit im inlion] 1 

By using the present invention, a wiring can be formed in which the amount of 
10 sodium contained in the wiring is 0.03 ppm or less, preferably 0.01 ppm or less, which 
has a low electrical resistivity (40 uQ-cm or less), and in which the stress is controlled 
to be -5 x 10 10 to 5 * 10 10 dyn/cm 2 , preferably -2 * 10 10 to 2 * 10 10 dyn/cm 2 , more 
preferably -1 * 10 10 to 1 * 10 10 dyn/cm 2 . 
[0171] 

1 s Furthermore, the wiring of the present invention can maintain the low electrical 

resistivity (equal to or less than 40 uQ-cm) even if heat treatment is performed at about 

800°C. 
[0172] 

In addition, by forming a tungsten nitride on the surface of the wiring having 
20 tungsten as its main component, a low resistance and high reliability wiring can be 
obtained, and the operating performance and the reliability of a semiconductor device 
(specifically, an electro-optical device here) can be greatly increased. 
^^T/Brief Description of Drawing^ ~" 

; Fig. 1 are cross sectional views showing a process of manufacturing a pixel 

TFT, a storage capacitor, and a driving circuit TFT; 

Fig. 2 are cross sectional views showing the process of manufacturing the pixel 
TFT, the storage capacitor, and the driving circuit TFT; 

Fig. 3 are cross sectional views showing the process of manufacturing the pixel 
TFT, the storage capacitor, and the driving circuit TFT; 

Fig. 4 are cross sectional views showing the process of manufacturing the pixel 
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TFT, the storage capacitor, and the driving circuit TFT; 

Fig. 5 is a cross sectional view of the pixel TFT, the storage capacitor, and the 
driving circuit TFT; 

Fig. 6 are top views showing a process of manufacturing a pixel TFT, a storage 
5 capacitor, and a driving circuit TFT; 

Fig. 7 are top views showing the process of manufacturing the pixel TFT, the 
storage capacitor, and the driving circuit TFT; 

Fig. 8 are top views showing the process of manufacturing the driving circuit 

TFT; 

10 Fig. 9 are top views showing the process of manufacturing the pixel TFT; 

Fig. 10 is a top view showing an input-output terminal of a liquid crystal, 
display device and a wiring circuit arrangement; 

Fig. 1 1 is a cross sectional drawing showing the structure of the liquid crystal 
display device; 

15 Fig. 12 is a perspective view showing the structure of the liquid crystal display 

device; 

Fig. 13 is a top view showing a pixel portion; 
Fig. 14 is a circuit block diagram of a liquid crystal display device; 
Fig. 15 are views showing the positional relationship between a gate electrode 
20 and an LDD region; 

Fig. 16 are views showing the connection between the gate electrode and a gate 

wiring; 

Fig. 17 are cross sectional views showing the structure of a wiring; 
Fig. 18 is a cross sectional view of a pixel TFT, a storage capacitor, and a 
25 driving circuit TFT; 

Fig. 19 are one portion of a top view of the pixel TFT; 
Fig. 20 are top views of the driving circuit TFT; 

Fig. 21 is a diagram showing the constitution of an active matrix type EL 
display device; 

30 Fig. 22 is a graph showing the light transmissivity characteristics of a 
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thresholdless anti-ferroelectric compound liquid crystal with respect to applied 
voltage; 

Fig. 23 are diagrams showing an example of electronic devices; 

Fig. 24 are diagrams showing an example of electronic devices; 

Fig. 25 is a graph showing the results of GDMS analysis; 

Fig. 26 are graphs showing the relationship between sputtering pressure and 

stress; 

Fig. 27 are graphs showing the relationship between sputtering pressure and 
electrical resistivity; 

Fig. 28 are views for explaining tensile stress and compressive stress; 

Fig. 29 is a view showing a contact chain for determining contact resistance^ 



Fig. 30 is a graph showing the relationship between sputtering power and stress; 



Fig. 3 1 is a graph showing the relationship between sputtering power and 
electrical resistivity. 



and 




Fig. 32 is a cross sectional view of TFT. 
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[Summary] * 

[Purpose] To realize a semiconductor device having good TFT characteristics. 
[Means to Solve the Problem] 

By using a high purity target as a target, using a single gas ? argon (Ar), as a 
sputtering gas, setting the substrate temperature at 300°C or less, setting the sputtering 
power from 1 kW to 9 kW, and setting the sputtering gas pressure from 1.0 Pa to 3.0 
Pa, the film stress of a film is made from -1 x 10 10 dyn/cm 2 to 1 x 10 10 dyn/cm 2 . By 
thus using a conducting film in which the amount of sodium contained within the film 
is equal to or less than 0.03 ppm, preferably equal to or less than 0.01 ppm, and having 
a low electrical resistivity (equal to or less than 40 ^iQ-cm), as a gate wiring material 
and a material for other wirings of a TFT, the operating performance and the reliability 
of a semiconductor device provided with the TFT can be increased. 
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